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Description 

The invention relates to a process for the preparation of middle distillates from a mixture of carbon 
monoxide and hydrogen. 

5 The preparation of hydrocarbons from a HJCO mixture by contacting said mixture at elevated 
temperature and pressure with a catalyst is known in the literature as the Fischer-Tropsch hydrocarbon 
. synthesis process. Catalysts frequently used for this purpose contain one or more metals of the iron group 
together with one or more promoters and a carrier material. The products that can be prepared by using 
these catalysts usually have a very broad molecular weight distribution and in addition to branched and 
10 unbranched paraffins, they often contain considerable quantities of olefins-and oxygen-containing organic 
compounds. Often only a minor portion of the products obtained consists of middle distillates. Not only the 
yield of the gas oil obtained, but owing to the presence of the afore-mentioned olefins and 
oxygen-containing organic compounds, its cetane number is unsatisfactory, as well. Consequently the 
direct conversion of HJCO mixtures according to the Fischer-Tropsch process is rather an unattractive 
is route for the preparation of middle distillates on a technical scale. 

In the present patent application the term "middle distillates" is used to designate hydrocarbon 
mixtures whose boiling range corresponds substantially with that of the kerosine and gas oil fractions 
obtained in the conventional atmospheric distillation of crude mineral oil. The middle distillate range lies 
mainly between approximately 150 and 360°C, with the fractions boiling between about 200 and 360°C 

20 usually being referred to as gas oil. 

Discovery was recently made of a class of Fischer-Tropsch catalysts which have the property of 
yielding a product in which only very small quantities of olefins and oxygen-containing organic 
compounds occur and which consists almost entirely of unbranched paraffins, which paraffins boil to a 
considerable extent above the middle distillate range. Owing to the high normal paraffins/isoparafflns ratio 

25 and the low contents of olefins and oxygen-containing organic compounds of this product, the gas oil 
present therein has a very high cetane number. It has been found that the high-boiling part of this product 
can be converted in high yield into middle distillates by hydrocracking. The feed chosen to be hydrocracked 
is at least the part of the product whose initial boiling point lies above the final boiling point of the heaviest 
middle distillate desired as final product The hydrocracking, which is characterized by a very low hydrogen 

30 consumption, yields a product in which, owing to the high normal paraffins/isoparafflns ratio, the gas oil 
has a very high cetane number. The cetane number is one of the most important quality criteria for a gas oil 
when it is to be used as fuel for diesel engines. The gas oils used for this purpose are generally composed 
by mixing gas oils having a high cetane number with gas oils having a low cetane number. In view of the 
ample availability of gas oils having a low cetane number— such as cycle oils obtained as by-product in 

35 catalytic cracking— and the limited availability of gas oils having a high cetane number, there is an urgent 
need for the latter gas oils. According as a gas oil has a higher cetane number it will be a more valuable 
mixing component for the preparation of diesel fuels, since such a gas oil enables larger amounts of 
inferior gas oil to be taken up in the mixture and nevertheless enables the cetane number required in actual 
practice to be attained. In view of the fact that the above-mentioned two-step process offers the opportunity 

40 of preparing gas oils having a cetane number higher than 70, whilst the gas oils that are used as diesel fuel 
should have a cetane number of 40—50, it will be clear that the two-step process is excellently suitable for 
the preparation of valuable mixing components for diesel fuels. 

The Fischer-Tropsch catalysts used in the first step of the two-step process contain silica, alumina or 
silica-alumina as carrier material, and cobalt together with zirconium, titanium- and/or chromium as 

45 catalytically active metals in such quantities that the catalysts contain 3—60 pbw cobalt and 0.1—100 pbw 
zirconium, titanium and/or chromium per 100 pbw carrier material. The catalysts are prepared by 
deposition of the appropriate metals onto the carrier material by kneading and/or impregnation. For further 
information on the preparation of these catalysts by kneading and/or impregnation reference may be made 
to Netherlands patent application No. 8301922, recently filed in the name of the Applicant, in which there is 

so also given a description of the above-mentioned two-step process for the preparation of middle distillates 
from HJCO mixtures. 

Until recently the two-step process used to be carried out as follows. The ryCO mixture used as feed 
was contacted in the first step at a pressure of 20—30 bar with the cobalt catalyst Subsequently, the 
reaction product was separated at atmospheric pressure into two fractions, viz. a Cs* fraction and a fraction 

55 comprising the remaining reaction components, viz. C 4 ~ hydrocarbons, water, carbon dioxide and 
unconverted carbon monoxide and hydrogen. Finally the C s * fraction, together with added hydrogen, was 
contacted in the second step at a pressure of about 130 bar with a catalyst containing one or more noble 
metals of Group VIII supported on a carrier. In this respect reference is made to for instance Austrian patent 
371 794. As regards this embodiment of the two-step process the following may be observed. 

so Although in the preparation of middle distillates according to the two-step process the part of the 
product of the first step whose initial boiling point lies above the final boiling point of the heaviest middle 
distillate desired as end product will suffice as feed for the second step, thusfar the total (V fraction of the 
product of the first step was used for the purpose, since under the influence of the catalytic hydrotreatment 
the quality of the gasoline, kerosine and gas oil fractions therein had been found to improve. 

65 The high pressure used in the second step was thusfar thought to- be necessary on account of 
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disappointing results obtained when carrying out the second step at a lower pressure. This may be seen 
from the following experimental results obtained in working up the product prepared by Experiment 13 of 
Netherlands patent application No. 8301922. Contacting the fV fraction of this product together with 
hydrogen at a temperature of 300«C and a pressure of 130 bar with the WSiO^AI 2 0 3 catalyst used in 

5 Experiment 20 of said patent application led to a product whose 2GO-360°C fraction had. a high normal 
paraffins/isoparaffins ratio. A repeat of this experiment at a pressure of 20 bar and otherwise similar 
conditions produced a decrease in the yield of 200-360°C fraction as well as quite a sharp fall in the normal 
paraffins/isoparaffins ratio of this fraction. The latter phenomenon in particular is highly ""^sirable m 
view of the accompanying decrease in cetane number. In order to raise the yield of 200— 36CTC fraction, 

><> Experiment 20 was repeated at 20 bar, but using a lower space velocity. It is true that in this way there could 
be achieved a yield of 200— 360°C fraction corresponding with that obtained in the experiment using 130 
bar but it led to yet a further decrease in the normal paraffins/isoparaffins ratio of the fraction. 

' As remarked hereinbefore, the two-step process was thusfar carried out by separation at atmospheric 
pressure of the C 5 * fraction from the product of the first step prepared at a pressure of 20—30 bar, and 

15 processing of said fraction together with hydrogen in the second step at about 130 bar. The assumption 
that by the choice of the HJCO molar ratio of the feed for the first step and the reaction conditions of the 
first step the quantity of hydrogen present in the product of the second step can be so regulated that this 
product contains sufficient hydrogen to carry out the hydrocracking in the second step led to the question 
whether it might be possible to* carry out the present two-step process in "series-flow' , which would 

*> considerably bring down the cost involved in the process. As already known, carrying out a two-step 
process in "series-flow" involves using the entire reaction product of the first step— without components 
being removed therefrom or components being added thereto— as feed for the second step which is 
carried out at substantially the same pressure as the first step. m m 

Although in view of the cost involved carrying out the present two-step process in series-flow' is 

25 much to be preferred to the procedure adopted thusfar, there are two aspects which raise considerable 
doubt as to its practical possibilities. The first is the pressure. When the process is earned out in 
"series-flow", the second step should be carried out substantially at the same low pressure as the first step. 
As seen from experiments conducted earlier, a reduction of the pressure in the second step results in a very 
severe drop of the normal paraffins/isoparaffins ratio of the gas oil. The second aspect concerns the 

30 composition of the feed for the second step. When the process is carried out in "series-flow^ the total 
reaction product of the first step is used as feed for the second step. In this connection it should be taken 
into account that generally no more than 1/3 of the reaction product of the first step consists of Q, fraction 
while the remainder consists of water, C,— C 4 hydrocarbons, carbon dioxide and unconverted hydrogen 
.and carbon monoxide. In consequence of the development pf the- Fische^Tropsch reaction 

35 <CO+2H ir -»-CHr-H-H a O) the reaction product of the first step contains more water than hydrocarbons, 
expressed by weight In view of the composition of said product— in particular the large amount of water 
present therein— it is very doubtful of course whether the noble metal catalyst used in the second step will 
still be able to bring about the desired conversion. 

In spite of the expectations regarding the practical possibilities of the present two-step process in 

«> "series-flow", which, on account of the above observations, were bound to be negative, an experimental 
investigation in that direction was nevertheless carried out. Surprisingly, in this investigation it was not 
onlyfound that carrying out the two-step process in "series-flow" leads to a yield similar to that obtained in 
the two-step process carried out in the conventional way, but also that the gas oil produced in senes-flow' 
has a much higher normal paraffins/isoparaffins ratio. An explanation of this surprising result possibly be 

45 found in the fact that the composition of the feed for the second step is different. In addition to the C s 
fraction and hydrogen which are present in the feed for the second step when the two-step process is 
conducted in the conventional way, this feed now also contains C,— C 4 hydrocarbons, carbon monoxide, 
carbon dioxide and water. Apparently the presence of one or more of these components in the feed has so 
favourable an influence on the normal paraffins/isoparaffins ratio as not only to offset the afore-noted 

50 adverse effect of pressure reduction on the normal paraffins/isoparaffins ratio of the gas oil, but even to 
enhance this ratio considerably. 

The present patent application therefore relates to a process for the preparation of middle distillates 
from a mixture of carbon monoxide and hydrogen, in which a H 2 and CO containing Jeed is contacted in the 
first step at elevated temperature and pressure with a catalyst containing 3-60 pbw cobalt and 0.1—100 

55 obw of at least one other metal chosen from the group formed by zirconium, titanium and chromium per 
100 pbw silica, alumina or silica-alumina, which catalyst has been prepared by kneading and/or 
impregnation, in which in a second step the complete reaction product of the first step is subjected to a 
hydrocracking treatment by contacting it at an elevated temperature and a pressure which corresponds 
substantially with that used in the first step, with a catalyst containing one or more noble metals of Group 

6 VIII supported on a carrier, and in which the rVCO molar ratio of the feed and the reaction conditions of the 
first step are so chosen that the reaction product of the first step contains sufficient unconverted hydrogen 
for carrying out the hydrocracking reaction in the second step. 

In the process of the invention it is preferred to use in the first step the cobalt catalysts which form the 
65 subject matter of Netherlands patent application No. 8301 922. These are catalysts which satisfy the relation 
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L 

(3+4R)>— >{0.3+0.4 R), 
S 

5 wherein 

L=the total quantity of cobalt present on the catalyst, expressed as mg Co/ml catalyst, 
S=the surface area of the catalyst, expressed as m 2 /ml catalyst and 

R=the weight ratio of the quantity of cobalt deposited on the catalyst by kneading to the total quantity 
of cobalt present on the catalyst. 
10 The preparation of the cobalt catalysts which are used in the first step of the process of the invention is 
preferably carried out according to one of the three procedures mentioned hereinafter: 

a) first cobalt is deposited in one or more steps by impregnation and subsequently the other metal is 
deposited in one or more steps, also by impregnation, 

b) first the other metal is deposited in one or more steps by impregnation and subsequently the cobalt 
15 is deposited in one or more steps, also by impregnation, and 

c) first cobalt is deposited in one or more steps by kneading and subsequently the other metal is 
deposited in one or more steps by impregnation. 

In the process according to the invention preference is given to the use of cobalt catalysts containing 
15—60 pbw cobalt per 100 pbw carrier. The preferred quantity of other metal present in the cobalt catalysts 

20 depends on the way in which this metal has been deposited. Jn the case of catalysts where first cobalt has 
been deposited on the carrier, followed by the other metal, preference is given to catalysts containing 
0.1—5 pbw other metal per 100 pbw carrier. In the case of catalysts where first the other metal has been 
deposited on the carrier, followed by the cobalt, preference is given to catalysts containing 5-40 pbw of 
the other metal per 100 pbw carrier. Preference is given to zirconium as the other metal and to silica as 

25 carrier material. In order to be suitable for use the cobalt catalysts should first be reduced. This reduction 
may suitably be carried out by contacting the catalyst at a temperature between 200 and 350°C with a 
hydrogen-containing gas. 

In the process according to the invention, in the second step a catalyst is used which preferably 
contains 0.1— 2% w, and in particular 0.2 — 1 %w, of one or more noble metals of Group VIII supported on a 

30 carrier. Preference is given to catalysts containing platinum or palladium as noble metal. Examples of 
suitable carriers for the noble metal catalysts are amorphous oxides of the elements of Groups II, 111 and IV, 
such as silica, alumina, magnesia and zirconia and also mixtures of these oxides, such as silica-alumina, 
silica-magnesia and silica-zirconia. Preferred carriers for the noble metal catalysts are silica-aluminas. 
In the process of the invention the first step is preferably carried out at a temperature of 125 — 350°C 

35 and in particular of 175 — 275°C and the second step is preferably carried out at a temperature of 200 — 400°C 
and in particular of 250 — 350°C The process is preferably carried out at a pressure of 5 — 100 bar and in 
particular of 10—75 bar. 

Ha/CO mixtures which are eligible to be used for the preparation of middle distillates according to the 
invention can very suitably be obtained, starting from a heavy carbonaceous material such as coal, or 

40 starting from light hydrocarbons such as natural gas, by steam reforming or partial oxidation. In the 
process according to the invention the rVCO molar ratio of the feed and the choice of the reaction 
conditions in the first step should be so chosen that the reaction product of the first step contains sufficient 
unconverted hydrogen for carrying out the hydrocracking reaction in the second step. Since the HJCO 
consumption ratio of the present cobalt catalysts is about 2, in the process according to the invention, in 

45 those cases where the highest possible CO conversion is aimed at, it is preferred to use HJCO mixtures 
having a rVCO molar ratio higher than 2. Very suitable for carrying out the present process is a feed which 
can be obtained in the steam reforming of natural gas, which yields rVCO mixtures having a HJCO molar 
ratio of about 3, as is well-known. If the feed for the first step of the process of the invention available is a 
H-/CO mixture having a Hj/CO molar ratio of 2 or less, then the fVCO molar ratio of said feed can be 

so increased preparatory to contacting the feed with the cobalt catalysts. Such an increase of the HJCO molar 
ratio may be brought about by, inter alia, addition of hydrogen, removal of carbon monoxide, mixing with a 
hydrogen-rich HJCO mixture or by subjecting the low-hydrogen feed to the CO-shrft reaction. Optionally 
the CO-shrft reaction can be carried out in situ by addition in the first step of the process of a physical 
mixture of a CO-shrft catalyst and the cobalt catalyst. It is also possible to subject low-hydrogen synthesis 

55 gases to the process according to the invention without raising their HJCO molar ratios. The reaction 
conditions chosen in the first step should then be sufficiently mild for only part of the hydrogen available to 
participate in the Fischer-Tropsch reaction. Naturally this cannot be achieved without some sacrifice in 
yield of hydrocarbons. 

Besides as an individual two-step process for the preparation of middle distillates from hVCO mixtures 
so which have been prepared from, for instance, coal, heavy mineral oil fractions or natural gas, the process of 
the invention can also very suitably be used as part of a three-step process for the conversion of said HJCO 
mixtures. In the latter case the l-yC0 mixture available as feed is in the first step partially converted into 
substantially aliphatic hydrocarbons, aromatic hydrocarbons or oxygen-containing organic compounds, 
and subsequently unconverted hydrogen and carbon monoxide, together with other components from the 
55 product of the first step if desired, are used as feed for the process according to the invention. 



4 



0 147 873 



The invention is now illustrated with the aid of the following example. 



Example 

Two Co/Zr/Si0 2 catalysts (Catalysts 1 and 2) were prepared by impregnation of a silica earner with 
5 solutions of cobalt and zirconium compounds. In each impregnation step there was used a quantity of 
solution whose volume corresponded substantially with the pore volume of the carrier. After each 
impregnation step the solvent was removed by heating and the material was calcined at 500°C. Catalysts 1 
and 2 were prepared' as follows. 

w Catalyst 1 (=Catalyst 9 of Netherlands patent application 8301922) 

One-step impregnation of a silica carrier with a solution of cobalt nitrate in water, followed by one-step 
impregnation of the cobalt-loaded carrier with a solution of zirconium nitrate in water. Catalyst 1 comprised 
25 pbw cobalt and 0.9 pbw zirconium per 100 pbw silica. For Catalyst 1 L was 98 mg/ml and S was 96 m /ml 
and consequently L/S was 1.02 mg/m 2 . 

15 

Catalyst 2 (=catalyst 2 of Netherlands patent application 8301922) 

Three-step impregnation of a silica carrier with a solution of zirconium tetra-n-propoxide in a mixture 
of n-propanol and benzene, followed by one-step impregnation of the zirconium-loaded carrier with a 
solution of cobalt nitrate in water. Catalyst 2 comprised 25 pbw cobalt and 18 pbw zirconium per 100 pbw 
20 silica. For catalyst 2 L was 97 mg/ml and S was 100 m a /g and consequently US was 0.97 mg/m . 

Catalyst 3 (=catalyst used in experiment 20 of Netherlands patent application 8301922) 

Pt/Si0 2 — Al 2 0 3 catalyst comprising 0.82 pbw platinum per 100 pbw carrier, 14.6%w of the carrier 
consisting of alumina and 85.4%w of silica. 

25 

Catalyst 4 

Pd/SiOa— Al 2 0 3 catalyst comprising 0.3 pbw palladium per 100 pbw carrier, 41 %w of the carrier 
consisting of alumina and 59%w of silica. 

30 Hydrocarbon synthesis 

Catalysts 1—4 were used in nine experiments (Experiments 1—9) in the preparation of hydrocarbons 
from mixtures of carbon monoxide and hydrogen. Before being used Catalysts 1 and 2 were reduced at 
250°C in a hydrogen-containing gas. 

35 Experiment 1 (=expeiiment 13 of netherlands patent application 8301922) 

In this experiment a Hg/CO mixture having a HJCO molar ratio 2 was contacted at a temperature of 
220°C and a pressure of 20 bar with Catalyst 1 . The composition of the reaction product obtained is given in 
Table I. 

4Q Experiments 2—4 

In these experiments the <V fraction of the reaction product obtained by Experiment 1 was contacted 
at 300°C and at various pressures and space velocities with Catalyst 3. The conditions used in these 
experiments and the results obtained are given in Table II. 

45 Experiment 5 

In this experiment a HJCO mixture having a HJCO molar ratio 3 was contacted at a temperature of 
204°C and a pressure of 20 bar with Catalyst 2. The composition of the reaction product obtained is given in 
Table I. 

so Experiments 6 and 7 

In these experiments the C 6 * fraction of the reaction product obtained by Experiment 5 was contacted 
at 300°C and at various pressures and space velocities with Catalyst 3. The conditions used in these 
experiments and the results obtained are given in Table II. 

55 Experiment 8 

In this experiment a HJCO mixture having a HJCO molar ratio 3 was contacted in the first step at 204°C 
and a pressure of 20 bar with Catalyst 2, and subsequently the total reaction product of the first step was 
contacted in a second step at a temperature of 300°C and a pressure of 20 bar with Catalyst 3. The C 5 * 
fraction of the product of the second step contained 44%w gas oil boiling between 200 and 360°C, which 
60 gas oil had a normal paraffins/isoparaffins ratio of 10.5. 

Experiment 9 

This experiment was carried out substantially in the same manner as Experiment 8, the differences 
being: 

65 a) temperature in the first step: 225°C, 
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b) temperature in the second step: 320°C, and 

c) catalyst in the second step: Catalyst 4. 

The Cg* fraction of the product of the second step comprised 43%w gas oil boiling between 200 and 
360°C, which gas oil had a normal paraffins/isoparaffins ratio of 9.2. 
5 Of Experiments 1—9 only Experiments 8 and 9 are experiments according to the invention. These 
experiments, which were carried out in "series-flow", yielded a gas oil having a very high normal 
paraffins/isoparaffins ratio. Experiments 1 — 7 fall outside the scope of the invention. They have been 
included in the patent application for comparison. 

Experiment 1 combined with Experiment 2, and Experiment 5 combined with Experiment 6, show the 
to two-step process as carried out in the conventional manner, starting frorrrryCO mixtures having lyCO 
molar ratios of 2 and 3, respectively. In both cases the gas oils obtained have high normal 
paraffins/isoparaffins ratios (6.1 and 6.4, respectively). 

Comparison of the results of Experiments 2—4 and comparison of the results of Experiments 6 and 7 
show the adverse effect of lowering the pressure in the second step. Reduction of the pressure from 130 to 
is 20 bar at an unchanged yield of gas oil leads to a sharp fall in the normal paraffins/isoparaffins ratio of the 
gas oil (from 6.1 to 2.3 and from 6.4 to 2.5, respectively). 



TABLE I 



20 


Composition of the total reaction 
product prepared by experiment No., 
expressed in g 


Exp. 1 


Exp. 5 


25 


c 5 + 


100 


100 




Cr-C< 


20 


31 




H 2 


4 


20 


30 


CO 


42 


19 




C0 2 


4 


2 


35 


H 2 0 


- 149 


165 




Gas oil content (200— 360°C) of 
(V fraction, %w 


30 


31 



TABLE II 



Experiment No. 


2 


3 


4 


6 


7 


Temperature, °C 


300 


300 


300 


300 


300 


Pressure, bar 


130 


20 


20 


130 


20 


Space velocity, g ■ g" 1 • h" 1 


1.2 


1.2 


0.6 


1.2 


0.6 


Yield of gas oil (200— 360°C), 
%w on feed 


46 


40 


46 


44 


44 


Normal paraffins/isoparaffins 
ratio of gas oil 


6.1 


2.7 


2.3 


. 6.4 


2.5 



Claims 

1. A process for the preparation of middle distillates from a mixture of carbon monoxide and hydrogen, 
60 characterized in that a H 2 and CO containing feed is contacted in the first step at elevated temperature and 
pressure with a catalyst comprising 3—60 pbw cobalt and 0.1 — 100 pbw of at least one other metal chosen 
from the group formed by zirconium, titanium and chromium per 100 pbw silica, alumina or silica-alumina, 
which catalyst has been prepared by kneading and/or impregnation, and that in a second step the complete 
reaction product of the first step is subjected to a hydrocracking treatment by contacting it at an elevated 
6$ temperature and a pressure which corresponds substantially with that used in the first step, with a catalyst 
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to 



comprising one or more noble metals of Group VIII supported on a earner, the HJCO molar ratio of the feed 
and the reaction conditions of the first step being so chosen that the reaction product of the first step 
contains sufficient unconverted hydrogen for carrying out the hydrocracking reaction in the second step. 

2. A process as claimed in claim 1 , characterized in that in the first step a catalyst is used which satisfies 
the relation 

L 

(3+4R>— >(0.3+0.4R), 
S 

Wh6 L=the total quantity of cobalt present on the catalyst, expressed as mg Co/ml catalyst 



25 



30 



S=the surface area of the catalyst, expressed as m 2 /ml catalyst, and n „ antitv 
R=the weight ratio of the quantity of cobalt deposited on the catalyst by kneading to the total quantity 
is of cobalt present on the catalyst. . 

3 A process as claimed in claim 1 or 2, characterized in that in the first step a catalyst is used I which has 
.been prepared by first depositing cobalt in one or more steps by impregnation and subsequently 

depositing the other metal in one or more steps, also by impregnation. 

4 A process as claimed in claim 1 or 2. characterized in that in the first step a catalyst is used which has 
20 been prepared by first depositing the other metal in one or more steps by impregnation and subsequently 

depositing cobalt in one or more steps, also by impregnation. 

5. A process as claimed in claim i or 2, characterized in that in the first step a catalyst is used which has 
been prepared by first depositing cobalt in one or more steps by kneading and subsequently depositing the 
other metal in one or more steps by impregnation. ^^.^iccH 

6. A process as claimed in any one of claims 1—5, characterized in that in the first step a catalyst is used 
which comprises 15-50 pbw cobalt per 100 pbw [carrier]. 

7 A process as claimed in any one of claims 1—3, 5 and 6, characterized in that in the first step a 
catalyst is used which has been prepared by depositing first cobalt and subsequently the other metal, and 
which comprises 0.1-5 pbw of the other metal per 100 pbw earner. 

8 A process as claimed in any one of claims 1, 2, 4 and 6, characterized in that in the first step a catalyst 
is used which has been prepared by depositing first the other metal and subsequently cobalt, and which 
comprises 5—40 pbw of the other metal per 100 pbw carrier. # 

9. A process as claimed in any one of claims 1—8, characterized in that in the first step a catalyst is used 
which contains zirconium as other metal. . . 

as 10. A process as claimed in any one of claims 1—9. characterized in that in the first step a catalyst used 
which contains silica as carrier. 

PatentansprOche 

* w.^>h» n «,r Honstelluna von Mitteldestillaten aus einem Gemisch aus Kohlenmonoxld und 

der Hydrocrackreaktion in der zweiten Stufe enthalt. Katalvsator 
2 Verfahren nach Anspruch 1, dadurch gekennzeichnet, daB In der ersten Stufe em Katalvsator 

55 verwendet wird, der der Beziehung 



40 



45 



50 



L 

(3+4R)>— >{0,3+0.4R) 
S 



9 T=G^amt m enge an auf dem Kataiysatorvorliegendem Kobalt, ausgedruckt als mg Co/ml Katalysator, 
S=o3achen 9 gr 6Se des Kata.ysators, ausgedrQckt als " 2/m, / a ^ 

R=Gewichtsverhaltnis der durch Kneten auf dem Katalysator aufgebrachten Kobaltmenge zu der auf 
65 dem Katalysator vorliegenden Gesamtmenge an Kobalt. 
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3. Verfahren nach Anspruch 1 oder 2, dadurch gekennzeichnet daB in der ersten Stufe ein Katalysator 
verwendet wird, der dadurch hergestellt worden ist daB zuerst Kobalt in einem oder in mehreren Stufen 
durch Impragnieren abgelagert und hierauf das andere Metall in einern oder in mehreren Schritten, 
gleichfalls durch Impragnieren, abgelagert worden ist 
5 4. Verfahren nach Anspruch 1 oder 2, dadurch gekennzeichnet, daB in der ersten Stufe ein Katalysator 
verwendet wird, der dadurch hergestellt worden ist, daB zuerst das andere Metall in einem oder in 
mehreren Schritten durch Impragnieren und anschlieBend Kobalt in einem oder in mehreren Schritten, 
gleichfalls durch Impragnieren, abgelagert worden ist 

5. Verfahren nach Anspruch 1 oder 2, dadurch gekennzeichnet, daB in der ersten Stufe ein Katalysator 
to verwendet wird, der dadurch hergestellt worden ist daB zuerst Kobalt in einem oder in mehreren Schritten 

durch Kneten und anschlieBend das andere Metall in einem oder in mehreren Schritten durch 
Impragnieren abgelagert worden ist 

6. Verfahren nach einem der Anspruche 1 bis 5, dadurch gekennzeichnet, daB in der ersten Stufe ein 
Katalysator verwendet wird, der 15 bis 50 Gewichtsteile Kobalt je 100 Gewichtsteile Trager enthalt. 

15 7. Verfahren nach einem der Anspruche 1 bis 3, 5 und 6, dadurch gekennzeichnet, daB in der ersten 
Stufe ein Katalysator verwendet wird, der dadurch hergestellt worden ist daB zuerst Kobalt und 
anschlieBend das andere Metall abgelagert worden ist und der 0,1 bis 5 Gewichtsteile des anderen Metalls 
je 100 Gewichtsteile Trager enthalt 

8. Verfahren nach einem der AnsprOche 1, 2, 4 und 6, dadurch gekennzeichnet daB in der ersten Stufe 
20 ein Katalysator verwendet wird, der dadurch hergestellt worden ist, daB zuerst das andere Metall und 

anschlieBend Kobalt abgelagert worden ist und der 5 bis 40 Gewichtsteile des anderen Metalls je 100 
Gewichtsteile Trager enthalt 

9. Verfahren nach einem der Anspruche 1 bis 8, dadurch gekennzeichnet, daB in der ersten Stufe ein 
Katalysator verwendet wird, der Zirkon als das andere Metall enthalt 

25 10. Verfahren nach einem der AnsprOche 1 bis 9, dadurch gekennzeichnet daB in der ersten Stufe ein 
Katalysator verwendet wird, der Siliziumdioxid als Trager enthalt. 

Revendications 

30 1. Precede de preparation de distiliats moyens a partir d'un melange de monoxyde de carbone et 
d'hydrogene, caracterise en ce qu'on met en contact une charge contenant H 2 et CO dans la premiere etape 
a une temperature et une pression eievees avec un catalyseur comprenant de 3 a 60 parties en poids de 
cobalt et de 0,1 a 100 parties en poids d'au moins un autre metal choisi dans le groupe forme par ie 
zirconium, le tftane et le chrome pour 100 parties en poids de silice, d'alumine ou de silice-alumine, iequel 
catalyseur a ete prepare par petrissage et/ou impregnation, et en ce que dans une seconde gtape ou 
soumet le produit reactionnel complet de la premiere 6tape a un traitement d'hydrocraquage en le mettant 
en contact a une temperature et une pression eievees qui correspondent essentiellement a celles utilisges 
dans la premiere etape, avec un catalyseur comprenant un ou plusieurs metaux nobles du groupe VIII sur 
un support, le rapport molaire H^CO de la charge et les conditions reaction nelles de la premiere 6tape etant 
choisis de maniere telle que le produit reactionnel de la premiere etape contient suffisamment d'hydrogdne 
non transforme pour conduire la reaction d'hydrocraquage dans la seconde etape. 

2. Precede selon la revendication 1, caracterise en ce que dans la premiere etape on utilise un 
catalyseur qui satisfait a la relation 
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40 



45 



L 

(3+4R)>— >(0,3+0,4R), ou 
S 



L=quantite totale de cobalt present sur ie catalyseur, exprimee en mg de Co/ml de catalyseur 
50 S-aire de surface du catalyseur, exprimee en m 2 /ml de catalyseur, et 

R=rapport ponddral de la quantite de cobalt deposee sur le catalyseur par petrissage a la quantite 
totale de cobalt presente sur le catalyseur. 

3. Precede selon la revendication 1 ou 2, caracterise en ce que dans la premiere etape on utilise un 
catalyseur qui a ete prepare en deposant tout d'abord du cobalt en une ou plusieurs etapes par 

55 impregnation puis en deposant I'autre metal en une ou plusieurs etapes, egalement par impregnation. 

4. Precede selon la revendication 1 ou 2, caracterise en ce que dans la premiere etape on utilise un 
catalyseur qui a ete prepare en deposant tout d'abord I'autre metal en une ou plusieurs etapes par 
impregnation puis en deposant du cobalt en une ou plusieurs etapes, egalement par impregnation 

5. Precede selon la revendication \ ou 2, caracterise en ce que dans la premiere etape on utilise un 
so catalyseur qui a ete prepare en deposant tout d'abord du cobalt en une ou plusieurs 6tapes par petrissage 

et ensuite en deposant I'autre metal en une ou plusieurs etapes par impregnation. 

6. Precede selon I'une quelconque des revendications 1—5, caracterise en ce que dans la premiere 
etape on utilise un catalyseur qui comprend de 15 a 50 parties en poids de cobalt pour 100 parties en poids 
de support 

65 7. Precede selon I'une quelconque des revendications 1—3, 5 et 6, caracterise en ce que dans la 
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premiere etape on utilise un catalyseur qui a ete prepare en deposant tout d'abord le cobalt puis I'autre 
metal, et qui comprend de 0,1 a 5 parties de I'autre metal pour 100 parties en poids de support 

8. ProcedS selon Tune quelconque des revendications 1, 2—4 et 6, caracterise en ce que dans la 
premiere etape on utilise un catalyseur qui a ete prepare en deposant tout d'abord I'autre metal puis le 

5 cobalt, et qui comprend de 5 a 40 parties en poids de I'autre metal pour 100 parties en poids de support. 

9. Procede selon I'une quelconque des revendications 1—8, caracterise en ce que dans la premiere 
etape on utilise un catalyseur qui contient du zirconium comme autre metal. 

10. Procede selon I'une quelconque des revendications 1—9, caracterise en ce que dans la premiere 
etape on utilise un catalyseur qui contient de la silice comme support. 
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